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(54) METHOD FOR PRODUCING LONG FIBER REINFORCED THERMOPLASTIC 
POLYMER MOLDED OBJECT 
(57) Abstract: 

PURPOSE: To provide the subject method capable of overcoming a defect of previous 
technique by using a special long fiber composite wherein a thermoplastic matrix is a compd. 
of two kinds of polymers. 

CONSTITUTION: Open bundles of fibers are impregnated with a thermoplastic polymer 
powder and these impregnated fibers are gathered to form a continuous filament and this 
filament is coated with continuous wrapping constituted of a thermoplastic polymer having an 
m.p. equal to or higher than that of the polymer constituting the powder and this coated 
filament is calendered at temp, almost equal to the softening temp, of the polymer powder and 
subsequently cut into granules having length of 2-10 mm to obtain a long fiber reinforced 
thermoplastic polymer compd. A composite constituted of this compd. is subjected to 
extrusion, injection molding or spinning. 
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